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(54) Titie: INTEGRATED CIRCUIT, COMPONENTS THEREOF AND MANUFACTURING METHOD 




(57) Abstract 

The present invention relates to a collector pin and a trench in an integrated circuit intended for high speed communication, and to a 
manufacturing method for these items. The collector pin is achieved by creating an area which is implantation damaged or made amorphous 
and at least partially doped (139) by means of ion implantation from an upper silicon surface comprised in a semiconductor structure 
(144) down to a depth lower than the depth of the surrounding field oxide (120), and that the semiconductor structure (144) is then heat 
treated. The trench (126) is achieved by uncovering a piedeteimined area of the upper silicon surface (109a), etching the semiconductor 
structure (144) within the predetermined aiea to a ptedetennined depth, uniformly depositing a first oXide layer (129), preferably of the type 
LPCVD-TEOS over the semiconductor structuie, especially in the trench, uniformly depositing a barrier layer (130), preferably of silicon 
nitride, over the first oxide layer (129), filling the trench (126) by depositing a silicon layer (134, 135), which is subsequently etched back, 
over the nitride layer (130), especially in the trench (126), and thermally growing a cap oxide (136) over the trench filling (134). 
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Integrated circuit, components thereof and manufacturing method 
Technical Field 

i 

5 The present invention relates to a method for producing, in the manufacturing of an . 
integrated circuit in a bipolar process, a collector pin and a trench for isolating the , 
semiconductor components comprised in the integrated circuit, and to the collector 
pin, the trench and the integrated circuit. The. collector pin, the trench and the 
integrated circuit are primarily intended for radio appUcations or other high-speed 

■ . • * . . ' 

1 0 communication where, components with good performance characteristics, are 
required. 

State of the Art 

15 Traditionally, when manufacturing integrated circuits, so called LOCOS (Local 
Oxidation of Silicon)-isolation is used in combination with junction isolation, to 
isolate the components of the integrated circuit; see, for example, J A. Appels et al, 
"Local Oxidation of Silicon and its application in Semiconductor Technology,", 
Philips Res. Rep. vol. 25, 1970, pp. 118-132. 

20 

In the manufacturing of bipolar components for RF-IC (Radio Frequency - 
Integrated Circuits) applications/it is common to isolate the individual components 
in the silicon substrate from each other with etched trenches instead;^ see, for 
example, US 4,139,442, US 4,789,885, P.C. Hunt et al., 'Trocess HE: A Highly 
25 Advanced Trench Isolated Bipolar Technology for Analogue and Digital 

• t - * 

Applications", Proc. IEEE 1 988 Custom & Integr. Circuits Conf. Rochester N. Y. 
May 16-19 1 988, and A. Hayasaka et al., "U-proove Isolation Technique for High 
Speed Bipolar VLSFs", Proc. lEDM 1982 p! 62. 



> 
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The technique of trench isolation has also been used for isolating CMOS 
components, although to a considerably smaller extent, see for example R-D. Rung 
et. al, "Deep trench isolated CMOS Devices", lEDM, Techn. Dig. Paper 9.6, 1982. 

5 By means of a trench, etched deeply into the silicon, and surrounding a 

semiconductor component, such as, for example, a bipolar transistor, the capacitance 
between the bottom diffusion layer and the substrate can be reduced substantially. At 
the same time better isolation between adjacent components is achieved, that is, an 
increased inmiunity against cross talk, while the dimensions of the transistor cell 

10. may be reduced at the same time. » 

Another advantage of trench isolation is that the trenches may be made so deep, 
approx, 5- 1 0 jmi, that they extend through the entire epi-layer of the plate, that is, 
the active surface layer, all the way down to a heavily doped silicon substrate of low 
15 resistance. Thus, the isolating properties and the risk for latch-up are reduced, see for 
example V. dela Torre-et alv, "MOSAIC V-A Very High Performance Bipolar 
Technology", Proc. BCTM 1991, p. 21. 

Below, and in connection with the figures 1-3^ a commonly used method for making 
20 a trench when manufacturing a bipolar transistor of npn type is described. 

As starting material a low doped p type mondcrystallme silicone substrate 1 of (100) 
orientation, shown in Figure 1, is iised. A heavily doped bottom diffusion layer of n 
type, or a buried collector layer 2, which may be made of, for example, an ion 
25 implanted layer of arsenic or antimony, is created, whereafter an epitaxic silicon, 
layer Sof n type is applied Avith a thickness of approximately 1-2 |im.- 

At least two variations as to where the so called trench module may be integrated in 

♦ 

the process flow are known from the literature. According to a first variation. 
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* 

described by, for example the mentioned P.C. Hunt et al. and US 4, 983, 226, the 
trench processing is performed before the definition (with LOCOS technique) of the 
field areas. According to the second variation, disclosed in, among other documents, 

» * . ... . ^ 

EP 0, 724, 29 1 A2, the trench is created after the definition of the field areas. Both 
5 Variations aim at the same final result, and in the following, only the first variation 

wiir be described. ' ' * ' . ^ 

■ ■ ■ . ■ . ■ • ' ' ' ' 

. • ■ ' " ■ * . * 

A layer 4, approximately 1 ^im thick, of LPCVD (Low Pressure Chemical Vapor 
Deposition) oxide, which will function as a hard mask, is then deposited over the * 
10 plate. Trench openings 5a are then defined in a lithographic way,- whereafter the 
oxide layer 4 is etched back to reveal the underlying silicon surface. Then all photo 

resist is removed from the structure, whereafter the epitaxial layer 3, the bottom 

•' ' ' ' . ■ ■ . 

diffusion layer 2 and the silicon substrate 1 are etched back using an anisotropic dry 

. - •■ = ■* ■ 

etching until a trench 5 of a predetermined depth, approximately 5-10 [\m has been 
15 created (see Figure 1). 

As the substrate is made up of lightly doped p type material, usually a small dose of 
low energy boron is implanted in the bottom of the trench 5 to achieve a channel 
stop 6, see Figure 2. The channel stop 6 reduces the cunrent amplification of the 
20 parasite transistor (n+ bottom difSasion layer/p- substrate/n+ bottom diffusion layer) 
which is created and which increases the threshold voltage for the corresponding 
parasite MOS transistor. If, on the other hand, an epi-material of p-/p-*: type is used 
as a starting material, no such implant isneeded. . 

- ■ " , ■ * 

25 After the etching of the trench and the implantation of ions the hard mask 4 is 

removed, whereafter the semiconductor structure is oxidised thermally until a silicon ^ 

* " * ^ I > 

' ■ - -■ ♦ ■ » ♦ » 

oxide 7 approximately 100 nm is obtained. Then a thin silicon nitride layer 8 is 
deposited oyer the semiconductor structure?, especially in the trench 5, whereafter the 
trench is filled with polysilicon 9. Alternatively an insulating or semi--insulating 
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substance, for example silicon oxide may be used, as described in US 4, 139,442 or 
the above mentioned R.p. Rung et al. The filling material, which in Hxmt's article is 
made up of polysilicon, is etched back with dry etching iintil the silicon nitride layer 
8 is uncovered outside the trench opening 5a. 

5. 

m - 4 

After the filling substance 9 has been etched back, the silicon nitride layer 8 is 
masked and etched, whereafter silicon is oxidized by means of conventional LOCOS 
technique for creating both thick field oxide areas 10 and a cap oxide 1 1 over the 
trench opening,' see Figure 3. If the trench 5 is already filled with oxide from the 
10 beginning, of course no additional cap oxidation is needed. 

A collector pin 12, connecting.the bottom diffusion layer 2 to the silicon surface, is 
obtained, whereafter remaining areas of the silicon nitride layer 8 and the silicon 
oxide layer 7 are removed. Figure 3 shows the structure resulting from this. As an 
15 alternative, the collector pin 12 can be implanted before the trench processing, as 
described in US 4,958,213. _ _ . 

The above described techniques have a number of drawbacks, which have led to a 
low yield being noticed when using trench isolation, see for example F. Yang et al. 
20 "Characterization of collector-emitter leakage in self-aligned double-poly bipolar 

junction transistors", J- Electrochem. Soc, vol. 140, no. 10, 1993, p. 3033. 

-. . , • , . 

The commonly accepted explmiation of the low yield when trench isolation is used is 
that the trench process (trench etching, sidewall oxidation, filling, re-etching and cap 
25 oxidation) introduces defects in the silicon substrate. A relatively detailed 

description of the problems of trench isolation and suggestions on how to avoid them 
have been the subject of a number of patents, see fdr example US 4, 983, 226, EP 0, 
278, 1 59 A2 and the above mentioned US 4, 958 2 13. 
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Also, the descriptions are not consistent, in the sense that in US 4, 958, 213 
expresses the opinion that a thickness of the sidewall oxide in the trench of 
approximately 100 nril functions satisfactorily, whereas in US 4, 983, 226 an upper 
limit of 45 nm is recommended for the thickness of the oxide layer. Otherwise, 
5 according to US 4, 983, 226, unnecessary mechaiiical stress, and thereby 
dislocations, will be created. 

4 

In EP 0, 278 159 A2 it is described how a thin layer of polysilicon is deposited pn 
the inside of the trench, which is later converted, in thermal oxidation, to oxide on 
10 the inside of the trench. In this way j unnecessarily heavy oxidation is avoided, and ^ 

the mechanical tension or stress is reduced. 

' ■ ■ \ 

US 4, 958, 213 expresses the opinion that the cap oxidation step creates problems. 
Therefore it is suggested in a final step to refill the upper part of the trench opening 
1 5 with a deposited oxide to reduce the mechanical tension caused by the creation of so- 

* * 

-caUed bird's beaks at cap oxidation. The suggestion both involves complicated — 

process techniques and high manufacturing costs, since it requires two filling steps, 
which are independent, and following planarization. 

t ■ - ^ 

4 ■ . t 

20 In, for example, US 4, 983, 226, the use of cap oxide, which is simpler, is described. 

fit- 

To eliminate the presence of vertical bird's beaks, it is suggested to use a thin layer 
of silicon nitride on top of the sidewall oxide in the trench and thereby minimize the 
mechanical stressr A similar method is described in the above mentioned P.C.-Hunt ... . 

etal. 

• ' ' •' 

25 . ^ . 

In all the cases described above polysilicon or silicon oxide has been suggested as a 
filling material in the tranches, This may lead to the presence of voids in the filling, 
see for exaniple Figure 7, page 577 in R.D. Rung's article. 
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Summary of the Invention 

An object of the present invention is to provide an integrated circuit having at least 
one isolating trench, especially an integrated circuit intended for radio applications 
or other high speed communication, which is reliable and has good performance 
characteristics. 

Another object of the invention is to provide a trench isolated integrated circuit 
avoiding one of more of the problems that can arise with prior art. 

*. . ' . 

* « 

Yeit another object of the invention is to provide an integrated circuit with trenches ^ 

having no .dislocations. 

* 

A further object of the invention is to provide a reliable and uncomplicated 
manufacturing method for an integrated circuit having the above-mentioned 
properties. In particular, a manufacturing method giving a high yield is strived for. 

Other objects of the present invention will become apparent from the description 
below. 

. '■ •- . • - . • ~ ' ^ - ' . f 

- f 

A problem which has not yet been given attention, is that even an integrated circuit 

with a trench completely without dislocations may be unreliable, unless a collector 

- • - ■ * . • - , 

pin comprised in the integrated circuit can-be made without dislocations. At ion 
implantation of the collector pin according to prior art, defects or dislocations are 
introduced, especially screw dislocations, which may be confined to the area 
enclosed by the trench. These defects can then penetrate active prn junctions, 
whereby an increased leakage current arises. In the worst case, such an integrated 
circuit becomes useless. 
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By recognizing this problem, a reliable integrated circuit without dislocations may 
be manufactured by combining a trench without dislocations, according to prior art, 
with a manufacturing method for a collector pin without dislocations. 

5 . According to the invention, this method involves providing a collector opening by 

revealing a predetermined area surrounded by field oxide on an upper surface of 

■I 

silicon in a semiconductor structure by means of etching, providing an area that has 
been implantation damaged, or made amorphous, and at least partially doped 
extending from the upper silicon surface down to a depth lower than the depth of the 
10 field oxide, implanting ions of a predetermined dose and energy through the upper 
silicon surface and by subsequently heat treating the semiconductor structure. 

Preferably the area is achieved in two steps, the first of which comprises making the 
surface region of the area amorphous, especially by implanting heavy ions, such as 
15 for example arsenic or antimony ions. The second step involves doping the area from 
its surface region down, especially_by:letting light ions, such as phosphorus ions be 
implanted. - 

The heat treatment is also preferably performed in two steps. First the area is 
20 recrystallized from the bottom up by heat treatment, preferably at approximately 
. 550-600*^C for approximately 1/2 - 1 hour. Then the doped ions, especially the 
phosphorus ions are caused to diffiise down towards a doped bottom diffusion layer 
comprised in the.semiconductor structure by means of annealing, preferably at ~ 
approximately 950°C for approximately 1 hour. 

25 

The invention also comprises an improved manufacturing method, for the trench. An 
oxide layer, preferably of the kind PECVD (Plasma Enhanced Chemical Vapor 
Deposition) TEOS, is uniformly deposited over the semiconductor structure. 



' . -I ' . 

' ■ ' ■ • ■/ ' ■ ■ ■ ■ 
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especially in the trench. Before the filling of the trench a barrier layer of silicon 
nitride is deposited as well. 

■ 

In more detail, the method according to the invention involves the deposition of a 
5 hard mask, especially an oxide layer of the kind PECVD (Plasma Enhanced 

Chemical Vapor Deposition) the.deposition of TEOS over a semiconductor structure 

< 1 » . * 

comprising an upper silic.on surface, the creation of a trench opening by, through 
etching, uncovering of a predetermined area of the upper silicon surface, the creation 
of a trench by etching of the semiconductor structure within the predetermined area 

10 to a predetermined depth, the removal of the hard mask and the first silicon layer by 
ineans of etching, the uniform deposition of a first oxide layer, preferably of the kind 
LPCDV-TEOS, over the semiconductor structure, especially in the trench, the 
deposition of a barrier lay er, preferably of silicon nitride uniformly over the first 
oxide layer, the depositing of a silicon layer over the silicon nitride layer, especially 

15 in the trench, to fill the trench, and the etching of the silicon layer until the . 

i > * 

underlying nitride layer is uncovered outside of the-troich opening, and the thermal 
growing of a cap oxide over the trench opening. 

Preferably the upper silicon surface is covered by an oxide before a first silicon 
20 layer, preferably of poly silicon, is deposited over the oxide before the hard mask is 
deposited. 

, - r ■ 

The method according the invention;may also comprise the creation of a tapered - 
trench with a rounded bottom, wet etching and growing a thin thermal oxide before 
25 the first oxide layer is deposited, densifying the first oxide layer, depositing a second 

• * 

oxide layer on the nitride layer and filling the trench with microcrystalline silicon. 
Further improvement of the details will become apparent from the description below. 
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By means of the present invention, a reliable integrated circuit, with a trench that ^ 
meets the requirements well, is obtained. 



An advantage of the invention is that a relatively simple trench, substantially 
5 dislocation-free, may be used in combination with the collector pin according to the 
invention- 



Another advantage is that when an oxide is deposited in the trench less tension is 
. caused than if the oxide is grown thermally; Thus, the oxide may be deposited as a - 
10 thicker layer, for example approximately 100-200 nm thick, which gives better 

isolation. If the oxide is dehsified, the isolating properties will be further improved. 



Yet another advantage of the invention is that if the trench is given a tapered shape 
with a rounded bottom, the risk of mechanical tension and the creation of voids at 
15 the filling is reduced. This risk is further reduced if microcrystalline silicon is used 
for the filling. ^ ' 



Brief Description of the Drawings 



20 The invention will be described in more detail in the following, with reference to the 
accompanying drawings, that is Figures 4-8, which are only shown to illustrate the 
invention and therefore should not in any way limit it. 



Figures 1^3 illustrate, as cross sectional views, a method for manufacturing a trench 
25 and a collector pin during the manufacturing of an integrated circuit, according to 

^ r W 

prior art. . . " . 



Fibres 4-7 illustrate, as cross sectional views, a method for manufacturing a trench , 
durinjg the manufacturing of an integrated circuit, according to the present invention. 
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Figure 8 illustrates, as a cross-sectional view, a method for manufacturing a collector 
pin when manufacturing an integrated circuit according to. the present invention. 



Preferred Embodiments 



10 



Figure 4 shows a cross section of a silicon structure 100 of so called epi type which 
is characterized in that on a heavily doped substrate lOJi (approximately 10 mQ*cm) 
of p type, a lightly doped epi layer 103 (approximately 20 Q*cm), also of p type, 
has been grown. The grown epi layer 103 is typically 5-10|im thick. 



By starting from a so called epi material of p-/p+ type, no channel stop implant is 
needed (see the description of the state of the art), which in itself may introduce 

%i ■ • * - . 

silicon damages. Boron does not fit the lattice structure of the silicon well, that is, 
15 the lattice match is poor. 



A protective layer of silicone oxide is deposited on the structure in a way common in 
the art, for example by thermal oxidation. The oxide layer is masked lithographically 
before the oxide is removed in the areas which are not protected by resist. A bottom 
20 difiusion layer 105, a so called buried collector layer, of n+ type is then introduced 
in the silicon, by means of ion implantation. A subsequent heat treatment then drives 
the dopant of n type in to the desired depth, whereafter all the oxide is removed and 
the structure is globally implanted-with a lightdose of boron; so that a p doped area 

107 is formed. Through this process a height difference or step 106 is achieved 

- ■ 

25 between the upper surface 105a of the bottom diffusion layer and the surface of the 
remaining structure. An approximately Ifim thick epitaxic layer 109 is then grown 
over the structure so thafthe surface 1 09a of this layer also comprises a step 108. 
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, ' ■ ' - . ■ . , 

Then the epitaxic surface layer 1 09 will be doped selectively, according to a well 
known so called twin well method, to obtain areas of n and p type respectively, so 
called n well 111 and p well 113^ see Figure 5. This may be done in a way similar to . 
the one described in US 4, 958, 2 1 3 or in L.P. Parillo et al., 'Twin-tub CMOS - A 
5 technology for VLSI circuits", lEDM tech. Dig, 1980, p. 752. In this way, the step 
108 in the surface 109a is Strengthened. 

f • > . 

In the n area 1 1 1, which is located directly on top of the bottom diffusion layer 105, 
active semiconductor components will be placed. Field oxide areas 120 are then 

10 defined over the structure, with well known LOCOS technique, whereafter a Kooi 
oxide 121 is thermally grown over the structure. This Kooi oxide 121 is typically 30- 
40 nm thick. The structure 118 obtained after the processing described above, before 
the trench module is started, is shown in Figure 5. Note that there is a step 1 15 in the 
surface 120a of the field oxide above the junction between the n well 111 and the p 

15 well 113. 

The trench module is started, after Kooi oxidation, by depositing a thin layer 122, 
typically approximately 50 nm thick and of polysilicon, preferably by means of 
LPCVD technique over the structure, see Figure 6. On top of said polysilicon layer 
20 122 a hard mask is deposited, which is preferably comprised of an approximately 
= 300 nm thick oxide layer 124., Preferably the oxide is PECVD-TEOS. 

- 

'lit ^ ■ . * a . 

A trench Opening 1 25 is then defined lithographically, whereafter the oxide layer 
124, the polysilicon layer 122 and the field oxide 120 are etched back with dry 
25 etching so that the underlying silicon surface is uncovered. This can suitably be done 
sequentially in a plasma etching system of multi chamber type. Conventional 

♦ ' ■ * 

CHF3/CF4/Ar chemistry is used for the oxide etching and Cl2/HBr , chemistry for the 
polysilicon etching. In the uncovered opening 125, a trench 126 will be created. 
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• * t ' ■ 

The photo resist is removed, whereupon the areas 1 1 1 ^ 1 1 3 , the bottom diffusion 
layer 105, the layer 1 03 and the substrate 101 are etched back with anisotropic dry 
etching, preferably with NF3/HBr/He/02 chemistry, until the trenches 126 have 

• ■■ * « 

obtained the desired depth, preferably approximately 5-10 [xm. A dry etching process 
5 of several steps is used with advantage according to the invention to give the trench 
a tapered shape, especially the last micrometers, and a rounded bottom 126a, see 
Figure 6. The tapered shape facilitates the subsequent filling of the trench and the 
rounded trench bottom 126a reduces the effects of mechanical tension. 

10 When the trench etching is finished, the oxide layer 124 and the underlying 

polysilicon layer 122, which has served as an etch stop at the removal of the oxide 
layer 124, are removed. The resulting structure 127 is shown in Figure 6. 

Note that no channel stop iniplant of boron down in the trench 126 is needed in this 
15 case, as the trench 126 extends down in the p+ substrate 101. Thus, there is no risk 
of inversion along the trench bottom 126a. Said boron implant should be avoided, 
since it can cause dislocations in the silicon. 

After the trench etching, according to the invention, a small amount of sihcon 
20 (approximately 20 nm) is removed from the bottom 126a and sidewalls 126b of the 
trench by means of wet etching/cleaning, preferably in SC-1, that is, 

I* • - t 

NH4OH/H2Q2/H2O, which has been heated to approximately 80^C in a well known 
manner^ see for example W. Kern et al; "Cleaning solution based on hydrogen ' 

' - » ^ * . - 

peroxide for use in semiconductor technology", RCA Rev. June 1970, p. 187. In this 
25 way any pollution, such as metals and surface. damages in the silicon, caused in the 
- trench etching are removed7 which could later have caused dislocations in the silicon 
and thus low yield. Then.the Kooi oxide 12 1 is removed with wet etching. 
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From several of the previously referenced patents it is evident that oxidation of the 
trench walls 126b may cause the formation of dislocations for example by the 
introduction of mechanical tension. To eliminate this risk, according to the invention 
a thin uniform oxide layer 129 is deposited, preferably TEOS, of a thickness of 50- 
5 200 nm by means of LPCVD technique over the structure, see Figure 7. As the 

LPCVD-TEOS layer 129 has a good step coverage, the layer 129 along the sidewalls 
126a and the bottom 126a of the trench is achieved. Ahemativeiy another type of 
oxide is deposited, lising another deposition technique, for example PECVD or 
SACVD (Sub- Atmospheric Chemical Vapor Deposition) technique. The important 
10 thing is that an even, uniformly deposited oxide is provided in the trench 126. 

Said oxide layer 129 should then be densified, especially at approximately 900 °C in 
an oxygen environment. Hereby the isolating properties of the oxide layer are 
improved. Also, one is not restricted to a maximum oxide thickness of 

15 approximately 45 nm which is described in the state of the art. Instead the TEOS 
layer may be deposited to a substantially higher thickness of the order of magnitude 
of 100-200 nm, without the mechanical tension increasing too much. In this way, the 
isolating properties of the trench 126 are substantially improved. Alternatively a 
thinner, not thicker than 50 nm, but preferably 10 nm thick thermal oxide may be 

20 grown along the sidewalls 126b and the bottom 126a of the trench before the 
LPCVD-TEOS layer is deposited (not shown in the figures). 

After densifying the TEOS layer 12,9 a thinrapproximately 50 nm thick barrier layer 
130 of preferably silicon nitride is deposited over the structure and down in the 
25 trench 126. On top of the barrier layer 130, preferably a thin, approximately 30 nm 
thick TEOS layer 1 32 is deposited with LECVD technique. This TEOS layer 1 32 
later serves as an etch stop when etching back the trench filling. 



wo 98/53489 PCT/SE98/00929 

14 . 

In the trench 126, thus a laminate consisting of densified TEOS/silicon nitride/TEOS 
129, 130 132 will be present - or alternatively a four layer laminate of thermal 
oxide/densified TEOS/silicon nitride/TEOS 129, 130, 132. 

5 The trench 126 is then filled by depositing an approxiniately l|ini thick silicon layer 
134, 135 over the structure using LPCVD technique, whereby the trench 126 is 
completely filled with the silicon. Preferably according to the invention 
microcrystalline silicone is used instead of polysilicon, since the risk of incomplete 
filling, that is, the creation of voids, is reduced. 

10 

After the filling, excess microsilicon 135 is removed from the surface by means of 
plasma etching. The etching is stopped when the TEOS layer 132 has been 
uncovered outside the trench opening 125. The obtained structure 132 is shown in 
Figure 7. Note that the upper surface 134a of the silicon filling comprises a step and 
1 5 thus is at least partially tilted. 

i 

W 

Subsequently an approximately 300 nm thick cap oxide 136 is grown thermally over 
the trench opening 125, see Figure 8. This preferably takes place in a humid 
atmosphere at approximately 950°C. After the cap oxidation is ended the TEOS 
20 layer 132 and the underlying nitride layer 130 are removed, for example by meatls of 
dry etching. In this case, the surface of the TEOS layer fimctions as an etch stop. 

. The structure can then be masked with a photo resist .137 and-if necessary etched to 
achieve the definition of a collector opening 138, which is to be surrounded by field 

r 

25 oxide 120 The etching may be stopped on the upper silicon surface 109a, but the 
TEOS oxide 129 may also be left in the collector opening 138: 

An implantation damaged or amorphous and at least partially doped area 139 is then 
achieved fi*om the upper silicon surface 109a down to a depth lower than the depth 
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of the field oxide 120. This happens by ions of a predetermined dose or doses and 
energies being implanted through the upper silicon surface 109a. The obtained 
structure 144 which is shown in Figure 8, is heat treated after removal of the photo 
resist 137, in part for the area 139 to heal/recrystallize and in part for the dopants to 
5 diffuse down towards the bottom diffusion layer 105 and create electric contact with 

It. 

4 

Normally, the field oxide 120 is grown to a thickness of at least 500 nm. To observe 
the desired safety margins the damaged area 139 is thus achieved to a maximum 
10 depth of approximately 200 nm. 

To avoid problems with formation of dislocations or defects at the heat treatment, 
that is, the recrystallization, the implantation is preferably carried but in two steps. 

15 In a first step the surface region of the area, comprising the silicon surface 109a and 
an upper region of the area 1 39,^ is made amorphous, especially through the 
implantation of heavy ions, such as, for example, arsenic, antimony or argon ions. 
Preferably arsenic ions are used at a dose of the order of magnitude of 1 * 1 0^^ 
ions/cm^ and with an energy of the order of magnitude of 80 keV. 

20 • 

In the second step the area 139 is doped from its surface region down, especially by 
the implantation of light ions such as phosphorus ions. Suitable parameters here are a 
dose of the order of magnitude of 3*10 ions/cm and an energy of the orderof . 
magnitude of 50 keV. The parameters are adapted so that the main part of the 

25 implantation damages are kept within the surface iregion which has already been 
made amorphous. 

The heat treatment is also preferably carried out in two steps, a recrystallization step 
and a diffusion step. 
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The area 139 is recrystallized from the bottom up by heat treatment, preferably at 

• * 

approximately 550-600''C for approximately 1/2-1 hour. In the recrystallization the 
damaged area will be healed from the bottom up while keeping the original crystal 
orientation: Hereby the arising of crystal defects, twins or screw dislocations is 
avoided. The latter, screw dislocations, are' especially troublesome at trencfi isolation 
as they tend to be locked up in the area surrounded by the trench. These defects may 
then penetrate the active p-n junctions of the bipolar transistor, thus causing 
increased leakage currents. ' , 

i . - . * • 

If the implantation energy is selected too high, the surface layer will not be made 

• 4 

amorphous, but instead an amorphous (damaged) region will be obtained between 
the surface layer and the inner part of the crystal. At subsequent heat treatment, these 
areas (the surface layer and the inner part of the crystal) will both serve as a substrate 
for regrowth of the grid. When the fronts meet, crystal defects arise. From, for 
example US 4, 958, 213, it is clear that bpjthJhe.impJayntaU^ energy and the dose of 
phosphorus have been selected so that the latter case will arise, with resulting 
dislocation problems. 

* * 

Finally, the doped ionSj especially the phosphorus ions, are made to diffuse down 
towards the doped bottom diffusion layer or the buried collector layer 105 through 
annealing, preferably at approximately 950°C for^about 1 hour. Hereby an electric 

*■ • ' 

conhection tp said bottom diffiision layer 105 is creat^^^ - 

■ ■ ' ' ' . , 

The continued processings that is, the making of active components, metallizing, 

etc.j is done in ways well known in the art and will not be described in more detail 
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An integrated circuit manufactured according to the preferred method described 
above, according to the invention, is reliable and has good performance 
characteristics. 

5 By achieving a collector pin v^ithout dislocations a previously ignored problem of, in 
some cases, low yield, has been solved. The collector pin can be combined with a 
trench, substantially without dislocations according to well known techniques, but is 
preferably used together with the trench according to the invention. 

10 The disclosed trench may be made more effective than before by depositing an 

oxide, preferably an LPCVD-TEOS oxide and a barrier layer, especially of silicon 
nitride, in the trench before the filling. 

Hereby an oxide thickness up to at least 200 nm is allowed without introducing an 
15 extent of tensions and/or defects, such as dislocations, which may damage the 
integrated circuit. A further oxide layer may be deposited on the barrier layer. 

The integrated circuit with the collector pin according to the invention and/or the 
inventive trench are particularly well suited for radio and other high frequency 
20 applications. 

Of course, the invention is not limited to the embodiments described above and 
shown in the drawings, but-may be modified.within the scope of the appended patent 
claims. The invention is obviously not limited as regards choice of material, 
25 dimensions, such as layer thicknesses or geometries. 

In addition, the invention also comprises the creation of the trench earlier in the 
process, especially before the growing of the field oxide areas, creating the collector 
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* i. 



pin before the creation of the trench as well as the creation of the inventive collector 
pin in combination with a trench made in any conventional manner. 



10 



15 



20 
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Claims 



1 . A method for manufacturing a collector pin in a bipolar process in the 
5 manufacturing of an integrated circuit, especially an integrated circuit intended for 
radio applications or other high spedd communication, said integrated circuit 

comprising a substantially dislocation- free isolating trench, ' 

"i • • 

characterized by , 

- achieving a collector opening (138) by uncovering, by means of etching, a 

10 predetermined area, surrounded by field oxide (120), of an upper silicon surface 
(109a) or oxide surface (129a) comprised in a semiconductor structure (144), 

- creating an area which is implantation damaged, or made amorphous, and at least 
partially doped (139) from the upper silicon surface down to a depth lesser than the 
depth of the field oxide by implantation of ions of a predetermined dose and energy 

-4 

15 through the upper silicon surface (109a), and 

- subsequently heat treating of the semiconductor structure (144). 



2. A method according to claim 1, characterized in that the surface region of the 
area is made amorphous, especially by the implantation of heavy ions, such as for 
20 example arsenic of antimony ions. . * 



3. A method according to claim 2, characterized by the implantation of arsenic ions 
of a dose of the order of magnitude otl*10^^ ions/cm^ and having^an energy of the 
order of magnitude of 80 keV. 



4. A method according to claim 2 or 3, characterized by doping the area (139) from 
its surface region down, especially by the implantation of hght ions such as 
phosphorus.' " 
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5 . A method according to claim 4, characterized by implanting pliosphorus ions of 
a dose of an order of majgnitude of 3*10'^ ions/cm^ and having an energy of an order 
of magnitude.of 50 keV. 

6. A method according to any one of the claims 1-5, characterized in that the area 
(139) is achieved to a maximal depth of approximately 200 nm and that the thickness- 
of the surrounding field oxide (120) is selected to be at least 500 hm^ \ 

• - * ■ . * 

* * . . • 

7. A method according to any one of the claims 1-6, characterized in that the area 
(139) is reciystallized from the bottom up by means of heat treatment, preferably at 
approximately 550-60P**C for appro?dniately 1/2-1 hour. 

8. A method according to any one of the claims 1-7, characterized in that the doped 
ions are caused to diffuse down towards a bottom diffusion area (105) comprised in 

< ■ « ■ ■ 

the semiconductor structure (144), through annealing, preferably at approximately 
950°C for about 1 hour. 

9. A rnethod for use in the manufacturing of an integrated circuit, especially of an 
integrated circuit intended for radio applications or other high speed communication, 
for achieving an isolation of the semiconductor components comprised in the 
integrated circuit, 

characterized by 

- depositing a hard mask (1-24), especially an oxide layer, of the kind PEC VD^TEpS, 
over a semiconductor structure (1 18), comprising an upper silicon surface (109a), 

- achieving a trench opening (125) by uncovering, by means of etching, a 
predetermined area of the upper silicon surface (109a), 

-achieving a trench (126) by etching the semiconductor structure thus obtained . 
within the predetermined area to a predetermined, depth, 

. ' ' * • ■ ■ 

- -removing the hard mask (124) and the first silicon layer (122) by means of etching. 
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- uniformly depositing a first oxide layer (129), preferably of the kind LPCVD- 
TEOS, over the semiconductor structure (127), especially in the trench (126), 

- uniformly depositing a barrier layer (130), preferably of silicon nitride, over the 

t ' • • • 

first oxide layer (129), . 

* 

5 - filling the trench (125) by depositing a silicon layer ( 134, 135) over the barrier 
layer (1305, especially in the trench (125) and etching back the silicon layer (134, 

135), and ^ 

' * - • ■ 

- thennally growing a cap oxide (136) over the trench opening (134). 

*' ■ * - ' ■ 

' '* 

10 , 10. A method according to claim 9, characterized in that the upper silicon surface 
( 1 09a) is covered by an oxide (121, 120) and that a first silicon layer ( 1 22), 

* ■ ' 

preferably of polysilicon, is deposited over the oxide (121, 120) before the hard 
mask (124) is deposited. 

15 1 1. A method according to claim 9 or 10, characterized in that the oxide cover (121, 
.120) is selected to be comprised, at least in part, of fiekLoxide (120). 

12. A method according to any one of the claims 9-11, characterized in that the 
trench (126) is cleaned by means of wet etching before the first oxide layer (129) is 

20 deposited; • " 

. . ■ ■ » 

13. A method according to claim 12, characterized in that the wet etching is 

performed with heated SC-i. 

25 14. A method according to any one of the claims 9-13, characterized in that a thin 
thermal oxide is grown in the trench before the first oxide layer (129) is deposited. 
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IS. A method according to any one of ttie claims 9-14, characterized in that the 
trench (126) is given a tapered shape and preferably a depth of approximately 5-8 

S 1 6.- A method according to any one of the claims 9- 1 5, characterized in that the 
bottom ( 1 26a) of the trench is made to be rounded. 

17. A method according to any one of the claims 9-16, characterized in that the first 
oxide layer (129) is densified, preferably in an oxygen environment at approximately 

10 900°C. 

* . 

18. A method according to any one of the claims 9-17, characterized in that the first 
oxide layer (129) is deposited to a thickness of approximately 50-200 nm. 

15 19. A method according to any one of the claims 9-18, characterized in that a 
second oxide layer (132), preferably of the kind LPCVD-TEOS, is de posited 
uniformly over the barrier layer (130), especially in the trench (126), before the 
trench (126) is filled, and that said second oxide layer (132) is used as an etch stop 
when the silicon layer (134, 135) is etched back. 

20 

20. A method according to any one of the claims 9-19, characterized in that the 
silicon layer (134, 135) is made up of microcrystalline silicon. 

2 1 . A method according to any one of the claims 9-20, characterized in that the cap 
25 oxide (136) is grown to an individually selected thickness. 

22. A method according to any one of the claims 11-21, characterized in that a 
doped bottom diffiision area (105) is achieved in such a way that a step (108) is 
created in the silicon surface (109a) before covering with oxide. 
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♦ 

23 . A method according to claim 22, characterized in that an n well ( 1 1 1 ) and a p 
well (113) are obtained by the doping of an epitaxic layer (109) comprised in the 
semiconductor structure (110) in a twin well procedure, wherein the step (108), 

5 which is further strengthened, is selected to be located between the n well (1 1 1) and 
the p well (113), . . . 

24. A method according to claim 23, characterized in that the field oxide (120) is 
achieved, especially according to LOCOS technique, over the border area between 

10 the n well (111) and the p well (113), before the deposition of the first silicon layer 
(122), whereby a step (1 15) is obtained in the field oxide surface (120a). 

25. A method according to claim 24, characterized in that the predetermined area of 
the upper silicon surface (109a) of the semiconductor structure, which is uncovered 

15 to achieve the trench opening (125), is selected to comprise the step (108) obtained 
between the n well (11 1 ) and the p well ( 1 n)_, 

26. A method according to any one of the claims 9-25, characterized in that the 
oxide cover is selected to be comprised, at least in part, of a Kooi oxide (121) and 

20 that said Kooi oxide (121) is removed, preferably before the deposition of the first 
oxide layer (129). 

' 2:7. A method according to any, one of the claims 9-26, characterized. in that a 
dislocation-fi-ee collector pin is produced by 
25 - achieving a collector opening (138) by uncovering, by means of etching, a 

- predetermined area of the upper silicon surface ( 1 09a) or the oxide surface ( 1 29a), 
surrounded by field oxide (120), 

-achieving an area (139) which is implantation damaged or made amorphous and at 
least partially doped from the upper silicon surface (109a) down to a depth lower 
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than the depth of the field oxide, by the implantation of ions of a predetermined dose 
and energy through the upper silicon surface (109a), and 
-heat treating the semiconductor structure obtained in this \yay . 



28- A method according to claim 27, characterized in that the surface region of the 
area is niade amorphous, especially by the implantation of heavy ions such as for . 
example, arsenic or antimony ions. 



29- A method according to claim 27 or 28, characterized in that the area (139) is 
10 doped from its surface region down, especially by the implantation of light ions, 
such as phosphorus ions. 



30. A method according to any one of the claims 27-29, characterized in that the 

♦ - - - — 

area (139) is recrystallized from the bottom up by heat treatment and that the doped 
15 ions are made to diffuse down towards a doped bottom diffusion area (105) 
comprised in the semiconductor structure (144) by means otannealing. 



3 1 . A collector pin in a bipolar integrated circuit with an isolating, substantially 
dislocation-free trench, especially in a bipolar integrated circuit intended for radio 
20 applications or other high speed communication, characterized by 

- a collector opening (138) obtained by uncovering a predetermined area of an upper 
silicon surface (109a) or oxide surface (129a) comprised in a semiconductor 
structure (144)"and surrounded by field oxide (120), 

-an area (139), without dislocations and at least partially doped, from the area of the 
25 upper silicone surface sunrounded by field oxide (120) down towards a doped bottom 
diffrision area-(105) comprised in the semiconductor structure (144), achieved 

# - ■ 

through a substantially superficial ion implantation, followed by a recrystallizatibn 
from the bottom up, and diffusion. 
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32. A collector pin according to claim 3 1, characterized in that the surface region of 
the area comprises implsmted arsenic or antimony ions and that the regions of the 
area below the surface region comprise implanted and diffused phosphorus ions. 

5 33. Bipolar transistor in an integrated circuit with an isolating trench, substantially 
dislocation-free, especially in an integrated circuit intended for radio applications or 
another high speed communication, characterized by 

- a collector opening (138) achieved by the uncovering of a predetermined area of an 
upper silicon surface (109a) or oxide area (129a) comprised in a semiconductor 

10 structure (144) and surrounded by field oxide (120), 

a dislocation-free and at least partially doped area (139) from the area on the upper 
silicon surface surrounded by field oxide (120) down towards a doped bottom 
diffusion area (105) comprised in the semiconductor structure (105) and achieved 
through a substantially superficial ion implantation, followed by recrystallization 

1 5 from the bottom up, and diffusion. 



34. A trench for isolating semiconductor components comprised in an integrated 
circuit, said integrated circuit being especially intended for radio applications or 
other high speed commimication, characterized by 
20 - an etched trench (126) having a predetermined shape and depth within a 
predetermined area in a semiconductor structure (144), 

- a first oxide layer (129), preferably of the type LPCVD-TEOS, uniformly deposited 
in the trench (126), 

- a biarrier layer (130), preferably of siHcon nitride, uniformly deposited over the first 
25 oxide layer (129), 

- a silicon filling (134) and - 

- a cap oxide (136) thermally grown over the sihcon filling (134). 
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35. A trench according to claim 34, characterized by a tapered width and a rounded 
bottom (126a). 

36. A trench according to claim 34 or 35, characterized by a depth of approximately 
5 5-8 |im. • 

37. A trench according to any one of the claims 34-36, characterized in that the first 
oxide layer (129) is densified and approximately 50-200 nm thick. 

I- 

10 38. A trerich according to any one of the claims 34-37, characterized by a second 
oxide layer (132), preferably of the type LPCVD-TEOS, uniformly deposited over 
the barrier layer (130) in the trench ( 1 26), 

39. A trench according to any one of the claims 34-38, characterized in that the 
15 silicon filling (1 34) is made up of microcrystalline silicon. 

40. A trench according to any one of the claims 34-39, characterized by a field 

* 

oxide area ( 1 20), surrounding the upper parts of the trench. 

■ * 

■ # 

20 41 . A trench according to any one of the claims 34-40, characterized in that the 
upper surface of the silicon filing (1 34a) comprises a step. 

42 . An integrated circuit with isolating^ substantially dislocation-firee trenches; 
especially an integrated circuit intended for radio applications or other high speed 
25 communication, characterized by a collector pin, comprising . . 

- a collector opening ( 13 8) achieved by the uncovering of a predetermined area of an 

*• • ' . ■ - -* 

upper silicon surfaceX109a) or oxide surface (129a),. comprised in a semiconductor 
, structure 044) and surrounded by field oxide (120), 
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- a dislocation-free and at least partially doped area (139) from the area in the upper 
silicon surface surrounded by field oxide (120) down towards a doped bottom 
diffusion area (105) comprised in the semiconductor structure (144), achieved 
through a substantially superficial ion implantation, followed by recrystallization 

5 from the bottom up, and diffusion. 

43. An integrated circuit, especially an integrated circuit intended for radio 
applications or other high speed communication, characterized by a trench, 
comprising 

10 r an etched trench ( 1 26) of predetermined shape and depth, etched within a 
predetermined area in a semiconductor structure (144), 

- a first oxide layer (129), preferably of the type LPCVD-TEOS, uniformly deposited 
in the trench (126), 

- a barrier layer (130), preferably of silicon nitride, uniformly deposited over the first 
15 oxide layer (129), 

a silicon filling_(134), and _ 

- a cap oxide (136), thermally grown over the silicon filling (134). 

44. An integrated circuit according to claim 43, characterized by a collector pin, 
20 comprising 

- a collector opening (138), achieved by the uncovering of a predetermined area of 
an upper silicon surface (109a) or oxide surface (129a) comprised in a 
semiconductor structure (144) and surrounded by field oxide (120),~ 

- a dislocation-fi-ee and at least partially doped area (139) from the area in the upper 
25 silicon surface surrounded by field oxide (120) down towards a doped bottom 

r 

diffusion area (105) comprised in the semiconductor structure (144) and achieved in 
a substantially superficial ion implantation, followed by recrystallization from the 
bottom up, and diffusion. 
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The present invention relates to a collector pin and a trench in an integrated circuit intended for high speed communication, and to a 
manufacturing method for these items. The collector pin is achieved by creating an area which is implantation damaged or made amorphous 
and at least partially doped (139) by means of ion implantation from an upper silicon surface comprised in a semiconductor structure 
(144) down to a depth lower than the depth of the surrounding field oxide (120), and that the semiconductor structure (144) is then heat 
treated. The trench (126) is achieved by uncov^ng a predetermined area of the upper silicon surface (109a), etching fee semiconductor 
structure (144) withm the predetennined area to a predetermined depth, uniifonniy depositmg a first oxide layer (1^9). preferably of the type 
LPCVIV-TEOS over the semiconductor stnicture. especially in the trench, uniformly depositing a barrier layer (130). preferably of silicon 
nitride, over tiie first oxide layer (129). filling the trench (126) by depositing a silicon layer (134, 135). which is subsequently etched back, 
over the nitride layer (130), especially in the trench (126), and fiiennally growmg a cap oxide (136) over the trench filling (134); 
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